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ABSTRACT : 

PURPOSE: To provide a clear coating composition excellent in acid 
resistance, coating film appearance, weatherability, recoatability 
etc., for 

topcoat ing use to be applied in a wet -on-wet fashion on a base coat, 
comprising 

each specific two kinds of acrylic copolymer and a quaternary 

phosphonium salt 

at specified proportion. 

CONSTITUTION: The objective composition comprising (A) an acrylic 
copolymer 

30-150KOHmg/g in acid value, 4-40 KOHmg/g in hydroxyl value and 3500- 
20000 in 

number -average molecular weight, prepared from an acid group -carrying 
monomer , 

a hydroxyl groupcarrying monomer and another copolymerizable monomer. 
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(B) a , . 

second acrylic copolymer 200-lOOOg/eq in epoxy equivalent and 

≤5000 in 

number -average molecular weight, prepared from an epoxy group- 
carrying monomer 

and another copolymerizable monomer, and (C) 0.01-3 pts.wt. a 

quaternary 

phosphonium salt, based on 100 pts.wt. of the components A+B, with 
the 

equivalent ratio of the acid group of the component A to the epoxy 
group of the 

component B at (1:0.5)-(0.5:1). 
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